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Description 

Field of the Invention 

[0001] The present invention relates to a catalyst system for polymerization and copolymerization of olefins and 
process for the preparation of olefin homo- or co- polymers using the catalyst system. More specifically, the present 
invention relates to a metaltocene catalyst system and process using the catalyst system for producing, with high yield, 
olefin homo- or co- polymers such as ethylene-propylene rubber(EPR) and linear low density polyethylene(LLDPE), 
which have high molecular weight and good physical properties, without concurrent use of expensive cocatalysts such 
as methyl aluminoxane(hereinafter referred to as "MAO"), boron-based cocatalyst, etc. 

Background Art 

[0002] The stereospecificity of conventional Ziegler-Natta (Z.N) catalyst was controlled by coordinate unsaturation 
of active compounds for polymerization existing on the surface of solid. In the metallocene catalyst system, however, 
polymer having atactic(C2v symmetry), syndiotactic(Cs symmetry) or isotactic(C2 symmetry) structure can be prepared 
simply by changing symmetry of ligands. Homogeneous olefin copolymers having high random characteristics are also 
obtainable by employing the metallocene catalyst. Furthermore, the catalyst shows high activity towards olefins with 
bulky substituents, which makes it possible to prepare long chain branched polyethylene without relying on high pres- 
sure radical polymerization method. Metallocene catalyst exhibits good polymerization activity for some polar olefins 
or 1,3-diene, a.co-diene as well as for cycloolefins such as cyclobutene, cyclopentene, norbornene. Generally, the 
metallocene catalyst comprises transition metal complex represented by the general formula (I). 

(CpRn)(CpR , m)MQp (I) 

wherein, CpRn or CpR* m is a cyclopentadienyi, indenyl or fluorenyl which is unsubstituted or substituted with one or 
more alkyl, phosphine, amine, alky! ether, or allyl ether groups; M is a transition metal from Group IVB ["CRC Handbook 
of Chemistry and Physics", 68th ed., 1987-1988] or VB of the Periodic Table of Elements; Q is alkyl, allyl, allyl alkyl, 
amide, alkoxy, halogen, sulphide, phosphide; n, m and pare0<n<5, 0<m<5 and 1 < p < 4, respectively. 
[0003] The metallocene catalyst does not show catalystic activity by itself. Dr. Kaminsky et al. reported that the 
catalyst exhibited high activity for ethylene polymerization and could produce polymers having narrow molecular weight 
distribution when excess MAO was used together with. [H, Sinn, W. Kaminsky, H. J. Vollmer, R Woldt, Angew. Chem., 
92, 296(1980), H. Sinn, W. Kaminsky, Adv. Organomet. Chem. 18, 99(1980), and W. Kaminsky, K. Kulper, H. H. Brintz- 
inger, F. R. W. P. Wild, Angew, Chem., Int. Ed. Engl. 24, 507(1987)] The catalyst system, however, is very costly because 
expensive MAO (approximately 400US$/kg) should be added 2,000-10,000 times more than the amount of the met- 
allocene catalyst. And aluminum remnants in polymer products makes it difficult to analyze quantity of active com- 
pounds, reaction mechanism, etc. Thus, the catalyst system is disadvantages for industrial use. 
[0004] Jordan et al. reported that [Cp 2 ZrMe(THF) + BF 4 -] had ethylene polymerization activity, but it was very low [R. 
F. Jordan, C. S. Bajgur, R. Willett and B. Scott, J. Am. Chem. Soo, 108, 7410(1986)]. To increase its activity, it is 
required to form a complex wherein cationic metal center can interact with counter anion as weakly as possible, not 
involving molecular donation from donor such as THF. In case RB(C 6 F 5 ) 3 " employing fluorine as a counter anion is 
used, electrostatic interaction with cationic metal center can be weaken due to moderated negative charge of boron. 
[0005] According to Marks et al, a complex wherein a methyl group of boron was weakly bonded to zirconium was 
formed when CH 3 B(C 6 F 5 ) 3 - was used as a counter anion, and this complex made high active catalyst for olefin polym- 
erizations-Yang, C. L. Sterm, and T. J. Marks, Angew. Chem. Int. Ed. Eng., 31, 1375(1992)]. The structure has been 
clarified based on a hydride complex obtainable by adding hydrogen to the complex. 
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[0006] This structure shows that zirconium interacts with ortho- or metha-fluorines of a C 6 F 5 ring. This complex is 
regarded as high active compound model produced by p-elimination during olefin polymerization, and also exhibits 
high activity for polymerization [3200kg PE/mol-Zr h atm, Mn = 1.545 x 10 5 , Mw/Mn = 2.8, 320kg PP/mol-Zr h, Mw/ 
Mn = 1.6]. 

[0007] However, conventional metallocene catalyst systems described above still require excess MAO or boron 
based cocatalyst that the catalyst systems are not suitable for commercial use. And aluminum remnant is found in 
polymer products. Therefore, it is keenly needed to develop a cocatalyst substituting for MAO. The present invention 
is directed to solve such problems in conventional catalyst systems. 

[0008] Thus, it is an object of the present invention to provide a metallocene catalyst system and process using the 
catalyst system for producing olefin homo- or co- polymers having a high molecular weight, with high yield, not em- 
ploying MAO or boron-based cocatalyst. These characteristics of the present invention are advantageous in terms of 
industrial use, and it is also important considering the catalyst system as it is. 

Brief Description of the Drawings 

[0009] 

FIG. 1a is UV-Vis absorption spectrum in case of using rac-ethylene bis(indenyl)zirconium dichloride catalyst, and 
FIG. 1b is spectrum in case of adding magnesium perchlorate; and 

FIG. 2a is DSC (Differential Scanning Calorimeter) spectrum of ethylene-octene copolymer obtained by using a 
metallocene catalyst bis(n-butylcyclopentadienyl)zirconium dichloride, and FIG. 2b is spectrum of polymer ob- 
tained by using Ziegler-Natta catalyst. 

Disclosure of the Invention 

[0010] To this end, the present invention provides a catalyst system for olefin polymerization and copolymerization 
comprising (A) at least one metallocene compound derived from a transition metal, (B) at least one cation activator as 
cocatalyst, and (C) at least one alkylating agent. 

[0011] Further, the present invention provides a process for preparing copolymers such as ethylene-a-olefin copol- 
ymers such as ethylene-propylene copolymer, ethylene-1-octene copolymer, and ethylene-styrene copolymer, ethyl- 
ene-diene copolymer or ethylene-cycloolefin copolymer as well as olefin homopolymers such as polyolefin, using the 
catalyst system. 

[0012] Said component (A) is dialkyl metallocene represented by the formula (la) below 
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(CpRn)(CpR'm)MQp (la) 

where 

Cp is a cyclopentadienyl, indenyl or fluorenyl, 

Rn and R'm are independently alkyl, phosphine, amine, alkyl ether, or ally! ether groups, 
M is a transition metat from Group IVB or VB of the Periodic Table of Elements, 
Q is alkyl, allyl, allyl alkyl, amide, alkoxy, halogen, sulphide, phosphide, 
n, m and p are 0 < n < 5, 0 < m < 5 and 1 < p < 4, respectively, 

bridged metallocene represented by the formula (lb) below 



R-fCpRnXCpR'mJMQp (lb) 

where 

Cp, Rn, R' m, M and Q have the same meaning as defined in formula (la), 

R" is a covalent bridging group selected from dialkyl, alkylaryl or diaryl silicon, or hydrocarbyl radical, 
n, m and p are respectively 0<n<4,0<m<4 and 1 < p < 4, 

or monocyclopentadienyl IVB transition metal catalyst represented by the formula (!c) below 

,(C5H5-y-xRx) 



"(JR'z-1-y) 



where 

M is zirconium, Hafnium or titanium having the largest oxidation number (+4, d° complex), 
(C 5 H 5 . y . x R x ) is a cyclopentadienyl compound, herein X is 0, 1, 2, 3, 4 or 5 denoting the number of substituents, R 
is C^-C 20 hydrocarbyl radical whose hydrogen can be substituted with halogen, amino, phosphido, alkoxy radical, 
Lewis' acid group or radical having basic functional group, 

(JRz-1-y) is a netero atom ligand, herein J is a compound from Group VA whose coordination number is 3 or a 
compound from Group VIA whose coordination number is 2, R* is C r C 20 hydrocarbyl radical whose hydrogen can 
be substituted with halogen, amino, phosphido, alkoxy radical, Lewis* acid group or radical having basic functional 
group; z is coordination number of J, and y is 0 or 1, 

Q is halogen, hydride, unsubstituted or substituted C r C 20 hydrocarbyl, alkoxide, allyl oxide, amide, allyl amide, 
phosphide, allyl phosphide, 

T is a covalent bridging group selected from dialkyl, alkylaryl or diaryl silicon, and y is 1. 



[0013] Said component (B) is the compound represented by the following general formula, and also known per se. 

M "( X ")n- 9 Z 9 



wherein, n = 1, 2, 3 or 4, g is an integer such that 0 < g < n; M is a metal selected from the group consisting of 
Li, Na, Ca, Mg and Ag, or an organic compound containing either C or N, 

X is an anion cluster comprising more than three elements, wherein at least one element is O and further element 
is selected from the group consisting of F, CI, Br and I, 
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Z is H-, or F, CI, Br or I which can form a coordinate bond with M. 
[0014] Component (C) is an organometallic compound having hydrocarbyl group such as C r C 20 alkyl, alkenyl, ar- 
ylalkyl or allylalkyl, wherein said metal is selected from IA, IIA, IIB or IIIA Group of the Periodic Table of Elements, and 
also known per se. 

[0015] The present invention is characterized in using the catalyst system comprising component (A), component 
(B), and component (C), appropriately blended, for preparing olefin homo- or co-polymers. Said component (B) and 
component (C) are cocatalysts for activating the metallocene catalyst (A). Therefore, the amount of each component 
added to the catalyst system should be enough to activate the component (A). 

[0016] The molar ratio of component (A) to component (B) is 1 : 0.01 ~ 100, preferably 1 : 0.1 - 10, more preferably 
1:1. And, the molar ratio of component (A) to component (C) is 1: 1 ~ 10,000, preferably 1 : 100 ~ 2,000. 
[0017] Such dialkyl metallocene described includes, for example, bis(cyclopentadienyl)titanium dimethyl, bis(cy- 
clopentadienyl)titanium diphenyl, bis(cyclopentadienyl)zirconium dimethyl, bis(cyc!opentadienyl)zirconium diphenyl, 
bis(cyclopentadienyl)hafnium dimethyl, bis(cyclopentadienyl)hafnium diphenyl, bis(cyclopentadienyl)titanium dineo- 
pentyl, bis(cyclopentadienyl)zirconium dineopentyl, bis(cyclopentadieny!)titanium dibenzyl, bis(cyclopentadienyl)va- 
nadium dimethyl. 

[001 8] Mono-alkyl or mono-allyl metallocene are, for example, bis(cyclopentadienyl)titanium methylchloride, bis(cy- 
clopentadienyl)titanium ethylchloride, bis(cyclopentadienyl)titanium penrylchloride, bis(cyclopentadienyl)zirconium 
methylchloride, bis(cyclopentadienyl)zirconium ethylchloride, bis(cyclopentadienyl)zirconium phenylchloride, bis(cy- 
clopentadienyl)titanium methlybromide, bis(cyclopentadienyl)titanium methyliodide, bis(cyclopentadienyl)titanium 
ethylbromide, bis(cyclopentadienyl)titanium ethyliodide, bis(cyclopentadienyl)titanium phenylbromide, bis(cyclopenta- 
dienyl)titanium phenyliodide, bis(cyclopentadienyl)zirconium methylbromide, bis(cyclopentadienyl)zirconium methyli- 
odide, bis(cyclopentadienyl)zirconium ethylbromide, bis(cyclopentadienyl)zirconium ethyliodide, bis(cyclopentadienyl) 
zirconium phenyibromide, bis(cyclopentadienyl)zirconium phenyliodide. 

[001 9] Trialkyl metallocene are, for example, cyclopentadienyltitanium trimethyl, cyclopentadienylzirconiumtriphenyl, 
cyclopentadienyltitaniumtrineopentyl, cyclopentadienylzirconiumtrimethyl, cyclopentadienyihafniumtriphenyl, cy- 
clopentadienylhafniumtrineopentyl, cyclopentadienylhafniumtrimethyl. 

[0020] Dthalide metallocene are, for example, bis(cyclopentadienyl)titanium dichloride, bis(cyclopentadienyl)zirco- 
nium dichloride. 

[0021] Further, bridged metallocene descibed includes, for example, dimethylsilylbis(1-indeny!)zirconium dibromide, 
dimethylsily1bis(1-indenyl)zirconium diethyl, dimethylsilylbis(1-indenyl)zirconium dimethoxide, dimethylsilylbis(1-inde- 
nyl)zirconium dihydride, dimethylsilylbis(1-indenyl)zirconium chloride bromide, dimethylsiIyibis(1-indenyl)zirconium 
chloride methoxide, - dimethyIsilylbis(1-indenyl)zirconium chloride methyl, dimethytsilylbis(1-indenyl)zirconium chlo- 
ride hydride, dimethylsilyl(9-fluorenyl)(1-cyclopentadienyl)zirconium dichloride, dimethylsilyl(9-fluorenyl)(1-cyclopen- 
tadienyl)zirconium dimethyl, dimethylsilyl(9-f]uorenyl)(1-cyclopentadienyl)zirconium diethoxide, dimethylsilylbis(9-flu- 
orenyl)zirconium dichloride, dimethylsilylbis(9-fluorenyl)zirconium dimethyl, dimethylsilylbis(9-fluorenyl)zirconium di- 
ethoxide, dimethy lsilylbis( 1 -cyclopentadienyl)zirconium dichloride, dimethylsilylbis( 1 -cyclopentadienyl)zirconium 
dimethyl, dimethylsilylbis(1-cyclopentadienyl)zirconium diethoxide, dimethylsilylbis(1-indenyl)zirconium dichloride, 
dimethylsilylbis(1-indenyl)zirconium dimethyl, dimethylsilylbis{1-indenyl)zirconium diethoxide, dimethylsilyl(l-indenyl) 
(l-cyclopentadienyl)zirconiumdichloride, dimethylsilyl(1-indenyl)(1-cyclopentadienyl)zirconium dimethyl, dimethylsilyl 
(1-indenyl)(1-cyclopentadienyl)zirconium diethoxide, dimethylsilyl(1-indenyl)(9-fluorenyl)zirconium dichloride, dimeth- 
ylsilyl(1-indenyl)(9-fluorenyl)zirconium dimethyl, dimethyIsilyl(1-indenyl)(9-fluorenyl)zirconium diethoxide, dimethylsi- 
lyl(9-fluorenyl)(1-cyclopentadienyl)hafnium dichloride, dimethylsilyl(9-fluorenyl)(1-cyclopentadienyl)hafnium dimethyl, 
dimethylsilyl(9-f!uorenyl)(1-cyclopentadienyl)hafnium diethoxide, dimethylsilylbis(9-fluorenyl)hafnium dichloride, 
dimethylsilylbis(9-fluorenyl)hafnium dimethyl, dimethylsilylbis(9-fluorenyl)hafnium diethoxide, dimethylsilylbis(1-cy- 
clopentadienyl)hafnium dichloride, dimethylsilylbis(1-cyclopentadienyl)hafnium dimethyl, dimethylsilylbis(1-cycfopen- 
tadienyl)hafnium diethoxide, dimethylsilylbis(1-indenyl)hafnium dichloride, dimethylsilylbis(1-indenyl)hafnium dime- 
thyl, dimethy!silylbis(1-indenyl)hafnium diethoxide, dimethylsilyl(1-indenyl)(1-cyclopentadienyl)hafnium dichloride, 
dimethylsilyl(1-indenyl)(1-cyclopentadienyl)hafnium dimethyl, dimethylsilyl(1-indenyl)(1-cyclopentadieny!)hafnium di- 
ethoxide, dimethylsilyl( 1 -indeny l)(9-fluorenyl)hafnium dichloride, dimethylsilyl( 1 -indenyl)(9-fIuorenyl)hafnium dimethyl, 
dimethylsilyl(1-indenyl)(9-fluorenyl)hafnium diethoxide, 2,2-propyl bis(1-indenyl)zirconium dibromide, 2,2-propyl bis 
(l-indenyl)zirconium diethyl, 2,2-propyl bis(1-indenyl)zirconium dimethoxide, 2,2-propyl bis(1-indenyl)zirconium dihy- 
dride, 2,2-propyl bis(1-indenyl)zirconium chloride bromide, 2,2-propyl bis(1-indenyl)zirconium chloride methoxide, 
2,2-propyl bis(1-indenyl)zirconium chloride methyl, 2,2-propyl bis(1-indenyl)zirconium chloride hydride, 2,2-propyl bis 
(trimethylcyclopentadienyl)zirconium dichloride, 2,2-propyl bis(5-dimethylamino-1-indenyl)zirconium dichloride, 
2,2-propyl bis(6-dipropylamino-1-indenyl)zirconium dichloride, 2,2-propyl bis(4,7-bis(dimethylamino)-1-indenyl)zirco- 
nium dichloride, 2,2-propyl bis(5-diphenylphosphino-1-indenyl)zirconium dichloride, 2,2-propyl (1-methylamino-9-flu- 
orenyl)(1-cyclopentadienyl)zirconium dichloride, 2,2-propyl (4-butylthio-9-fluorenyl)(1-cyclopentadienyl)zirconium 
dichloride, 2,2-propyl bis(4,5,6,7-tetrahydro-1-indenyl)zirconium dichloride, 2,2-propyl bis(4-methyt-1-indenyl)zirconi- 
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urn dichloride, 2,2-propyl bis(5-methyl-1-indenyl)zirconium dichloride, 2,2-propyl bis(6-inethyl-1-indenyl)zirconium 
dichloride, 2,2-propyl bis(7-rnethyl-1-indenyl)zirconium dichloride, 2,2-propyl bis(5-methoxy-1-indenyl)zirconium 
dichloride, 2,2-propyl bis(4,7-dimethoxy-1-indenyl)zirconium dichloride, 2,2-propyl bis(2,3-dimethyl-1-indenyl)zirconi- 
um dichloride, 2,2-propyl bis(4,7-dimethyl-1-indenyl)zirconium dichloride, 2,2-propyl (9-fluorenyl)(1-cyclopentadienyl) 
zirconium dichloride, 2,2-propyl (9-fluorenyl)(1-cyclopentadienyl)zirconium dimethyl, 2,2-propyl (9-fluorenyl)(1-cy- 
clopentadienyl)zirconiumdiethoxide, 2,2-propyl bis(9-ftuorenyl)zirconium dichloride, 2,2-propyl bis(9-fluorenyl)zirconi- 
um dimethyl, 2,2-propyl bis(9-fluorenyl)zirconium diethoxide, 2,2-propyl bis(1-indenyl)zirconium dichloride, 2,2-propyl 
bis(1-indenyl)zirconium dimethyl, 2,2-propyl bis(1-indenyl)zirconium diethoxide, 2,2-propyl (1-indenyl)(1-cycIopenta- 
dienyl)zirconium dichloride, 2,2-propyl (1-indenyl)(1-cyclopentadienyl)zirconium dimethyl, 2,2-propyl (1-indenyl)(1-cy- 
clopentadienyl)zirconium diethoxide, 2,2-propyl (1-indenyl)(9-fluorenyl)zirconium dichloride, 2,2-propyl (1-indenyl) 
(9-fluorenyl)zirconium dimethyl, 2,2-propyl (1-indenyl)(9-fluorenyl)zirconium diethoxide, 2,2-propyl (9-fluorenyl)(1-cy- 
clopentadienyl)hafnium dichloride, 2,2-propyl (9-fluorenyl)(1-cyc!opentadienyl)hafnium dimethyl, 2,2-propyl (9-fluore- 
nyl)(1-cyclopentadienyl)hafnium diethoxide, 2,2-propyl bis(9-fluorenyl)hafnium dichloride, 2,2-propyl bis(9-fluorenyl) 
hafnium dimethyl, 2,2-propyl bis(9-fluorenyl)hafnium diethoxide, 2,2-propyl bis(1-cyclopentadienyl)hafnium dichloride, 
2,2-propyl bis(1-cyclopentadienyl)hafnium dimethyl, 2,2-propyl bis(1-cyclopentadienyl)hafnium diethoxide, 2,2-propyl 
bis(1-indenyl)hafnium dichloride, 2,2-propyl bis(1-indenyl)hafnium dimethyl, 2,2-propyl (1-indenyl)(1-cyclopentadienyl) 
hafnium dimethyl, 2,2-propyl (1-indenyl)(1-cyclopentadienyl)hafnium diethoxide, 2,2-propyl bis(1-indeny!)hafnium di- 
ethoxide, 2,2-propyl <1-indenyl)(1-cyclopentadienyl)hafnium dichloride, 2,2-propyl (1-indenyl)(9-fluorenyl)hafnium 
dichloride, 2,2-propyl (1-indenyl)(9-fluorenyl)hafnium dimethyl, 2,2-propyl (1-indenyl)(9-fluorenyl)hafnium diethoxide, 
diphenylmethyl bis(1-indenyl)zirconium dibromide, diphenylmethyl bis(1-indenyl)zrrconium diethyl, diphenylmethyl bis 
(l-indenyl)zirconiumdimethoxide, diphenylmethyl bis(1-indenyl)zirconium dihydride, diphenylmethyl bis(1-indenyl)zir- 
conium chloride bromide, diphenylmethyl bis(1-indenyl)zirconium chloride methoxide, diphenylmethyl bis(l-indenyl) 
zirconium chloride methyl, diphenylmethyl bis(1-indenyl)zirconium chloride hydride, diphenylmethyl (9-fluorenyl)(1-cy- 
clopentadienyl)zirconium dichloride, diphenylmethyl (9-fluorenyl)(1-cyclopentadienyl)zirconium dimethyl, diphenylme- 
thyl (9-fluorenyl)(1-cyclopentadienyl)zirconium diethoxide, diphenylmethyl bis(9-fluorenyl)zirconium dichloride, diphe- 
nylmethyl bis(9-fluorenyl)zirconium dimethyl, diphenylmethyl bis(9-fluorenyl)zirconium diethoxide, diphenylmethyl bis 
(l-cyclopentadienyl)zirconium dichloride, diphenylmethyl bis(1-cyclopentadienyl)zirconium dimethyl, diphenylmethyl 
bis(1-cyclopentadienyl)zirconium diethoxide, diphenylmethyl bis(1-indenyl)zirconium dichloride, diphenylmethyl bis 
(l-indenyl)zirconium dimethyl, diphenylmethyl bis( 1-indenyl) zirconium diethoxide, diphenylmethyl (1-indenyl)(1-cy- 
clopentadienyl)zirconium dichloride, diphenylmethyl (1-indenyl)(1-cyclopentadienyl)zirconium dimethyl, diphenylme- 
thyl (1-indenyl)(1-cyclopentadienyl)zirconium diethoxide, diphenylmethyl (1-indenyl)(9-fluorenyl)zirconium dichloride, 
diphenylmethyl (1-indenyl)(9-fluorenyl)zirconium dimethyl, diphenylmethyl (1-indenyl)(9-fluorenyl)zirconium diethox- 
ide, diphenylmethyl (9-fluorenyl)(1-cyclopentadienyl)hafnium dichloride, diphenylmethyl (9-fluorenyl)(1-cyclopentadi- 
enyl)hafnium dimethyl, diphenylmethyl (9-fluorenyl)(1-cyclopentadienyl)hafnium diethoxide, diphenylmethyl bis(9-flu- 
orenyI)hafnium dichloride, diphenylmethyl bis(9-fiuorenyl)hafnium dimethyl, diphenylmethyl bis(9-fluorenyl)hafnium di- 
ethoxide, diphenylmethyl bis(1-cyclopentadienyl)hafnium dichloride, diphenylmethyl bis(1-cyclopentadienyl)hafnium 
dimethyl, diphenylmethyl bis(1-cyclopentadienyl)hafnium diethoxide, diphenylmethyl bis(1-indenyl)hafnium dichloride, 
diphenylmethyl bis(1-indenyl)hafnium dimethyl, diphenylmethyl bis(l-indenyi) hafnium diethoxide, diphenylmethyl 
(1-indenyl)(1-cyclopentadienyl)hafnium dichloride, diphenylmethyl (1-indenyl)(1-cyclopentadtenyl)hafnium dimethyl, 
diphenylmethyl (1-indenyl)(1-cyclopentadienyl)hafnium diethoxide, diphenylmethyl (1-indenyl)(9-fluorenyl)hafnium 
dichloride, diphenylmethyl (1-indenyl)(9-fJuorenyl)hafnium dimethyl, diphenylmethyl (1-indenyl)(9-fluorenyl)hafnium di- 
ethoxide, diphenylsilyl bis(1-indenyl)zirconium dibromide, diphenylsilyl bis(1-indenyl)zirconium diethyl, diphenylsilyl 
bis(1-indenyl)zirconium dimethoxide, diphenylsilyl bis(1-indenyl)zirconium dihydride, diphenylsilyl bis(1-indenyl)zirco- 
nium chloride bromide, diphenylsilyl bis(1-indenyl)zirconium chloride methoxide, diphenylsilyl bis(1-indenyl)zirconium 
chloride methyl, diphenylsilyl bis(1-indenyl)zirconium chloride hydride, diphenylsilyl (9-fluorenyl)(1-cyclopentadienyi) 
zirconium dichloride, diphenylsilyl (9-fluorenyl)(1-cyclopentadienyl)zirconium dimethyl, diphenylsilyl (9-fluorenyl)(1-cy- 
clopentadienyl)zirconium diethoxide, diphenylsilyl (9-fluorenyl)zirconium dichloride, diphenylsilyl (9-fluorehyl)zirconi- 
um dimethyl, diphenylsilyl (9-fluorenyl)zirconium diethoxide, diphenylsilyl (l-cyclopentadienyl)zirconium dichloride, 
diphenylsilyl (l-cyclopentadienyl)zirconium dimethyl, diphenylsilyl (l-cyclopentadienyl)zirconium diethoxide, diphe- 
nylsilyl (l-indenyl)zirconium dichloride, diphenylsilyl (l-indenyl)zirconium dimethyl, diphenylsilyl (1-indenyl) zirconium 
diethoxide, diphenylsilyl (1-indenyl)(1-cyclopentadienyl)zirconium dichloride, diphenylsilyl (1-indenyl)(1-cyclopentadi- 
enyl)zirconium dimethyl, diphenylsilyl (1-indenyl)(1-cyclopentadienyl)zirconium diethoxide, diphenylsilyl (1-indenyl) 
(9-fluorenyl)zirconium dichloride, diphenylsilyl (1-indenyl)(9-fluorenyl)zirconium dimethyl, diphenylsilyl (1-indenyl) 
(9-fluorenyl)zirconium diethoxide, diphenylsilyl (9-fluorenyl)(1-cyclopentadienyl)hafnium dichloride, diphenylsilyl (9-flu- 
orenyl)(1-cyclopentadienyl)hafnium dimethyl, diphenylsilyl (9-fluorenyl)(1-cyclopentadienyl)hafnium diethoxide, diphe- 
nylsilyl bis(9-f!uorenyl)hafnium dichloride, diphenylsilyl bis(9-fluorenyl)hafnium dimethyl, diphenylsilyl bis(9-fluorenyl) 
hafnium diethoxide, diphenylsilyl bis(1-cyclopentadienyl)hafnium dichloride, diphenylsilyl bis(1-cyclopentadienyl)haf- 
nium dimethyl, diphenylsilyl bis(1-cyclopentadienyl)hafnium diethoxide, diphenylsilyl bis(1-indenyl)hafnium dichloride, 
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diphenylsilyl bis(1-indenyl)hafnium dimethyl, diphenylsilyl bis(l-indenyl) hafnium diethoxide, diphenylsilyl bis(1-inde- 
nyl)(1-cyclopentadienyl)hafnium dichloride, diphenylsilyl bis(1-indenyl)(1-cyclopentadienyl)hafnium dimethyl, diphe- 
nylsilyl bis(1-indenyl)(1-cyclopentadienyl)hafnium diethoxide, diphenylsilyl bis(1-indenyl)(9-fluorenyl)hafnium dichlo- 
ride, diphenylsilyl bis(1-indenyl)(9-fluorenyl)hafnium dimethyl, diphenylsilyl bis(1-indenyl)(9-fluorenyl)hafnium diethox- 
ide, ethylene bis(1-indenyl)zirconium dibromide, ethylene bis(1-indenyl)zirconium diethyl, ethylene bis(1-indenyl)zir- 
conium dimethoxide, ethylene bis(1-indenyl)zirconium dihydride, ethylene bis(1-indenyl)zirconium chloride bromide, 
ethylene bis(1-indenyl)zirconiurn chloride methoxide, ethylene bis(1-indenyl)zirconium chloride methyl, ethylene bis 
(l-indenyl)zirconium chloride hydride, ethylene bis(trimethylcyclopentadienyl)zirconium dichloride, ethylene bis 
(5-dimethylamino-1-indenyl)zirconium dichloride, ethylene bis(6-dipropylamino-1-indenyl)zirconium dichloride. ethyl- 
ene bis(4,7-bis(dimethylamino)-1-indenyl)zirconium dichloride, ethylene bis(5-diphenylphosphino-1-indenyl)zirconium 
dichloride, ethylene (1-dimethylamino-9-fluorenyl)(1-cyclopentadienyl)zirconium dichloride, ethylene (4-butylthio-9-flu- 
orenyl)(1-cyclopentadienyl)zirconium dichloride, ethylene bis(4,5,6,7-tetrahydro-1-indenyl)zirconium dichloride, ethyl- 
ene bis(4-methyl-1-indenyl)zirconium dichloride, ethylene bis(5-methyl-1-indenyl)zirconium dichloride, ethylene bis 
(6-methyl-1-indenyl)zirconium dichloride, ethylene bis(7-methyl-1-indenyl)zirconium dichloride, ethylene bis(5-meth- 
oxy-1-indenyl)zirconium dichloride, ethylene bis(4,7-methoxy-1-indenyl)zirconium dichloride, ethylene bis(2,3-meth- 
oxy-1-indenyl)zirconium dichloride, ethylene bis(4,7-methoxy-1-indenyl)zirconium dichloride, ethylene (9-fluorenyl) 
(l-cyclopentadienyl)zirconium dichloride, ethylene (9-fluorenyl)(1-cyclopentadienyl)zirconium dimethyl, ethylene 
(9-fluorenyl)(1-cyclopentadienyl)zirconium diethoxide, ethylene bis(9-fluorenyl)zirconium dichloride; ethylene bis(9-flu- 
orenyl)zirconium dimethyl, ethylene bis(9-fluorenyl)zirconium diethoxide, ethylene bis(1-cyclopentadienyl)zirconium 
dichloride, ethylene bis(1-cyclopentadienyl)zirconium dimethyl, ethylene bis(1-cyclopentadienyl)zirconium diethoxide, 
ethylene bis(1-indenyl)zirconium dichloride, ethylene bis(1-indenyi)zirconium dimethyl, ethylene bis(l-indenyl) zirco- 
nium diethoxide, ethylene (1-indenyl)(1-cyclopentadienyl)zirconium dichloride, ethylene (1-indenyl)(1-cyclopentadi- 
enyl)zirconium dimethyl, ethylene (1-indenyl)(1-cyclopentadienyl)zirconium diethoxide, ethylene (1-indenyl)(9-fluore- 
nyl)zirconium dichloride, ethylene (1-indenyl)(9-fluorenyl)zirconium dimethyl, ethylene (1-indenyl)(9-fluorenyl)zirconi- 
um diethoxide, ethylene (9-fluorenyl)(1-cyclopentadienyl)hafnium dichloride, ethylene (9-fluorenyl)(1-cyclopentadi- 
enyl)hafnium dimethyl, ethylene (9-fluorenyl)(1-cyclopentadienyl)hafnium diethoxide, ethylene bis(9-fluorenyl)hafnium 
dichloride, ethylene bis(9-fluorenyl)hafnium dimethyl, ethylene bis(9-fluorenyl)hafnium diethoxide, ethylene bis(1-cy- 
clopentadienyl)hafnium dichloride, ethylene bis(1-cyclopentadienyl)hafnium dimethyl, ethylene bis(1-cyclopentadi- 
enyl)hafnium diethoxide, ethylene bis(1-indenyl)hafnium dichloride, ethylene bis(1-indenyl)hafnium dimethyl, ethylene 
bis(l-indenyl) hafnium diethoxide, ethylene (1-indenyl)(1-cyclopentadienyl)hafnium dichloride, ethylene (1-indenyl) 
(l-cyclopentadienyl)hafnium dimethyl, ethylene (1-indenyl)(1-cyclopentadienyl)hafnium diethoxide, ethylene (1-inde- 
nyl)(9-fluorenyl)hafnium dichloride, ethylene (1 -indenyl)(9-fluorenyl)hafnium dimethyl, ethylene ( 1-indenyl)(9-fluorenyl) 
hafnium diethoxide. 

[0022] Monocyclopentadienyl metallocene includes, for example, dimethylsiiyltetramethyl cyclopentadienyl-tert- 
butylamido zirconium dichloride, dimethylsiiyltetramethyl cyclopentadienyl-tert-butylamido hafnium dichloride, dimeth- 
ylsilyltert-butylcyclopentadienyl-tert-butylamido zirconium dichloride, dimethylsilyltert-butylcyclopentadienyl-tert-buty- 
lamido hafnium dichloride, dimethylsilyltrimethylsilyl cyclopentadienyl-tert-butylamido zirconium dichloride, dimethyls- 
iiyltetramethyl cyclopentadienyl-phenylamido zirconium dichloride, dimethylsiiyltetramethyl cyclopentadienyl-phenyla- 
mido hafnium dichloride; methylphenylsilyltetramethyl cyclopentadienyl-tert-butylamido zirconium dichloride, methyl- 
phenylsilyltetramethyl cyclopentadienyl-tert-butylamido hafnium dichloride, methylphenylsilyltetramethyl cyclopenta- 
dienyl-tert-butylamido zirconium dimethyl; methylphenylsilyltetramethyl cyclopentadienyl-tert-butylamido zirconium 
dichloride, dimethylsiiyltetramethyl cyclopentadienyl-p-n-phenylamido zirconium dichloride, dimethylsiiyltetramethyl 
cyclopentadienyl-p-n-butylamido hafnium dichloride. 

[0023] Further, the component (A) can be used in supported form, considering process limiting factors and following 
characteristics: 

1) Shape and particle size can be controlled so that polymers having any shape and particle size can be obtained 
using Reprica phenomenon. 

2) High bulk density of polymer can be obtained by increasing surface concentration of activated compound. 

3) Collision between activated compounds is controlled so that their activity is maintained for hours and thermosta- 
bility is increased whereby to improve productivity remarkably. 

4) As gas phase polymerization may be conducted, manufacturing cost is decreased. 

5) The catalyst may be stored for a long period of time, which makes the polymerization operation simple. 

6) Heat of polymerization is easily removable by the action of carrier. 



[0024] As described above, metallocene catalyst may be supported on silica, alumina or magnesium, etc., by the 
process of: 



EP 0 927 201 B1 



1) applying metallocene to Lewis' acidic alumina or magnesium chloride, then adding AIR 3 so as to*form stable 
cation complex; or 

2) fixed-supporting MAO with hydroxy group on surface of silica or alumina, then adding AIR 3 for alkylation. 
can be used for supporting. 

[0025] Both perchlorates and chlorates can be used as cation activators, the component (B) of the present invention. 
[0026] Perchlorates are, for example, LiCI0 4 , Ca(CI0 4 ) 2 , Mg(CI0 4 ) 2 , NaCl0 4 , AgCI0 4 , Lil0 4 , Ca(l0 4 ) 2 , Mg(l0 4 ) 2 , 
Nal0 4 , Agl0 4 , etc. Mg(Cl0 4 ) 2 and AgCI0 4 are most preferable. 

[0027] Chlorates are, for example, LiCI0 3 , Ca(CI0 3 ) 2 , Mg(CI0 3 ) 2 , NaCI0 3 , AgCI0 3 , Lil0 3 , Ca(l0 3 ) 2 , Mg(l0 3 ) 2 , 
Nal0 3 , Agl0 3 , etc. 

[0028] Also, others such as Ph 3 C ■ CI0 4 , CI 3 C * CI0 4> NBu 4 ■ CI0 4 , Ph 3 C • 10 4 , CI 3 C ■ I0 4 and NBu 4 • I0 4 can be used. 
[0029] As the compound (C) of the present invention, organometallic compounds having hydrocarbyl group such as 
C r C 20 alkyl, alkenyl, arylalkyl or allylalkyl, said metal being from IA, MA, IIB, IIIA Group of the Periodic Table of Elements 
are preferable. Alkylating agents such as alkylaluminum, alkyl magnesium, alkyl zinc, etc are more preferable. For 
example, alkylaluminum are trimethylaluminum, triethylaluminum, triisobutylaluminum,diethylaluminum chloride, ethy- 
laluminum sesquichloride, etc., alkyl magnesium are butyloctyl magnesium, butylethyl magnesium, dihexyl magnesium, 
etc., and, alkyl zinc are diethyl zinc, etc. 

[0030] The catalyst system of the present invention can be prepared by contacting said components (A), (B) and (C) 
in any order [if component (B) / component (A) < 500, homogeneous composition is obtained, while component (B) / 
component (A) > 500, heterogeneous composition is obtained]. Contacting can be carried out in a known method. 
Generally, it is preferable to contact the components at a temperature ranging from 0 to 100°C, and the contacting 
time is preferably from about 10 minutes to 5 hours. Components are contacted each other under stirring. As to the 
contacting order, a method of processing said component (A), component (B) and component (C) simultaneously, a 
method of processing component (A) and component (B) and then adding component (C) thereto, and a method of 
processing component (A) and component (C) and then adding component (B) thereto can be used. However, molec- 
ular weight or its distribution of produced polymer may be changed depending on contacting method or order, since 
active site condition of metallocene catalyst system may be changed thereby. 

[0031] It is preferable to contact the components under the presence of dispersing agent. Dispersing agent such as 
hydrocarbon, halogenated hydrocarbon, dialkyl siloxane, etc. can be used. Hydrocarbon is, for example, hexane, hep- 
tane, toluene, cyclohexane, etc., halogenated hydrocarbon is, for example, n-butyl chloride, 1 ,2-dichloroethane, carbon 
tetrachloride, chlorobenzene, etc., and dialkyl siloxane is, for example, dimethyl polysiloxane, methyl-phenyl polysi- 
loxane, etc. 

[0032] Comonomers such as straight or branched C 3 -C 20 monoolefin, a-olefin substituted aromatic compounds, and 
diene compounds can be used in the preparation of copolymers of the present invention. 

[0033] Examples of a-olefin are straight monoolefin such as propylene, butene-1, hexene-1, octene-1, nonene-1, 
decene-1, dodecene-1, hexadecene-1, icocene-1; branched monoolefin such as 3-methyl butene-1, 3-methylpentene- 

1 . 4- methylpentene-1 , 2-ethylhexene-1 , 2,2,4-trimethylpentene-1 ; and monoolefin substituted with aromatic compound 
such as styrene, styrene substituted with alkyl. 

[0034] Diene compounds are straight or branched dienes having C 4 -C 20 , for example, 1 ,3-butadiene, 1 ,4-hexadiene, 

1.5- hexadiene, 1,6-heptadiene, 1 ,7-octadiene, 1,8-nonadiene, 1,9-decadiene, 2-methyl-1,4-pentadiene, 2,5-dimethyl- 
1,5-hexadiene, 1,4-dimethyl-4-t-butyl-2,6-heptadiene, 1,5,9-decatriene, etc. 

[0035] Catalyst of the present invention is efficacious for preparing olefin homopolymers and ethylene/ a-olefin co- 
polymers. For polymerization, all known methods such as solution phase polymerization, high temperature-high pres- 
sure polymerization, slurry phase polymerization, gas phase polymerization can be used. Temperature for polymeri- 
zation ranges -40°C - 220°C, preferably 10°C - 200°C, more preferably 40°C - 160°C. 

[0036] By using the catalyst system according to the present invention, polyolefins having a narrow molecular weight 
distribution and composition distribution are obtainable. Employed at high temperature (130-160°C), the catalyst sys- 
tem did not accompany any problems in its activity and molecular weight of products, which were usually found in 
conventional catalyst system. Further, by using the catalyst system of the present invention, it is possible to lower 
manufacturing cost of polymers to a level when Ziegler-Natta catalyst (about 6,000-1 0,000won/ton PE) is used. These 
characteristics of the catalyst system of the present invention are advantageous for industrial use, and important con- 
sidering the catalyst system itself. 

[0037] Furthermore, ethylene copolymers having high molecular weight and good physical properties can be pre- 
pared with high yield, by using the catalyst system of the present invention. According to the present invention, a 
mixture of ethylene and C 3 -C 20 a-olefin can be polymerized in a solvent or high pressure autoclave at -40-220°C, 
under 1-3,000 atm such that the comonomer may be incorporated by 80wt%. Since the density of polymer to be pro- 
duced is not limited by processing factors when the polymerization is carried out in a solvent or high pressure autoclave 
polymerization, copolymers in wide range of density (O.Se-O.QGg/cm 3 ) from VLDPE to HDPE can be synthesized. 



8 
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[0038] A more complete appreciation of the present invention will be realized by reference to the following examples. 
The following examples are not intended to limit the invention disclosed herein but given only by way of illustration. 

Example 

5 

Example 1 

< Preparation of catalyst system > 

[O039] 0.34g(0.84mmol) of bis(n-buty!cyclopentadienyl)zirconium dichloride is placed in dried Schlenk type reactor 
(100ml) with magnetic bar under nitrogen atmosphere. To this reactor is added 30ml of toluene solvent dried for about 
2 hours by distillation apparatus wherein sodium/benzophenone has been added, until bis(n-butylcyclopentadienyl) 
zirconium dichloride is completely dissolved. Then, 0.19g (0.84mmol) of magnesium perchlorate[Mg(CI0 4 ) 2 ] is 
dropped, and the solution thus obtained is stirred for 3 hours at room temperature under nitrogen atmosphere. Pale 
yellow homogeneous solution of the complex produced by reaction of bis(n-butylcyclopentadienyl)zirconium dichloride 
and Mg(CI0 4 ) 2 , which is completely dissolved in solution, is obtained. 1ml of the solution is added to another Schlenk 
type reactor( 100ml), and diluted in 92ml of toluene for preparing catalyst solution(1). 

< Ethylene polymerization > 

20 

[0040] 50ml of toluene, 1ml of 1M triisobutylaluminum, and said catalyst solution(1) are added sequentially to 100ml 
of high pressure autoclave with magnetic bar therein under nitrogen atmosphere. Then, 5 t of ethylene is introduced 
through the gas flow meter, and the mixture is stirred to react at 70°C for an hour. Methanol is added to the polymer 
thus produced to stop the reaction, and non-reacted ethylene removed, then the polymer is added to 500ml of methanol. 
25 After a small amount of hydrochloric acid is added, and the mixture is stirred for 6 hours to remove catalysts remnant. 
The polymer is filtered, dried in vacuum oven at 50°C for 8 hours to obtain 6.14g of polyethylene(see Table 1). This 
polymer is analysed at 145°C with gel permeation chromatography (GPC, Waters 150C) using 1 ,2,4-trichlorobenzene 
as a solvent, and molecular weight and molecular weight distribution of polyethylene is measured(Mn= 11 2,000, 
Mw=280,000, Mw/Mn=2.5 on the basis of polystyrene). 

30 

Comparative example 1 

[0041] Polymerization is carried out at the same condition and with the same method as in Example 1 except that 
10ml of bis(n-butylcyclopentadienyl)zirconium dichloride without cation activator is used instead of catalyst solution 
35 (1 ). As a Result, a very small amount of polymer is obtained. 

Comparative example 2 

[0042] Polymerization is carried out at the same condition and with the same method as in Example 1 except that 
40 0.34g(0.84mmol) of bis(n-butylcyclopentadienyl)zirconium dichloride with 2ml(2mol) of MAO instead of cation activator 
is used. As a result, 4.24g of polymer is obtained. Upon GPC analysis, molecular weight and molecular weight distri- 
bution is Mn= 140,000, Mw/Mn=2.1 , respectively. 

Example 2-8 

45 

[0043] Polymerization is carried out at the same condition and with the same method as in Example 1 except that 
triisobutyl aIuminum(Example 2-4), trimethyl aluminum(Example 5), triethyl aluminum(Example 6), butyloctylmagne- 
sium(Example 7) or diethyl aluminum chloride(Example 8) is used as an alkylating agent. The result is shown in Table 1 . 

so Table 1 



Example 


cocatalyst 


Al/Zr 


polymerization 

activity 
(g-PE/mol-Zr) 


Tm 

CO 


AH 

(J/g) 


Mw 


Mw/Mn 


1 


TIBA 


3300 


1.5X10 7 


132 


158 


280,000 


2.5 


2 


TIBA 


7 


1.2X10 4 










3 


TIBA 


500 


9.1 X10 5 


131 


162 


360,000 


1.8 



9 
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Table 1 (continued) 



Example 


cocatalyst 


Al/Zr 


polymerization 

activity 
(g-PE/mol-Zr) 


Tm 
(°C) 


AH 

(J/g) 


Mw 


Mw/Mn 


4 


TIBA 


1600 


1.7X10 7 


131 


161 


280,000 


2.0 


5 


TMA 


3300 


2.4x106 


132 


167 






6 


TEA 


3300 


3.6X10 6 






480,000 


2.1 


7 


BOM 


3300 


2.0X103 










8 


DEAC 


3300 


Trace 










polymerization condition ; 100ml autoclave, 
polymerization temperature ; 70°C, 
catalyst ; (1), ethylene ; 5€, reaction time ; 1 hour 
solvent ; toluene, Mg/Zr(mol/mol) ; 1 



Example 9-12 

[0044] Polymerization is carried out using catalyst ( 1 ) at the same condition and with the same method as in Example 
1 except that cation activator is changed. The result is shown in Table 2. 



Table 2 



Example 


cation 
activator 


polymerization 

activity 
(g-PE/mol-Zr) 


Mw 


Mw/Mn 


9 


AgCI0 4 


4.3X10 6 






10 


AgCI0 3 


2.6X10 6 






4 


Mg(CI0 4 ) 2 


1.7X10 7 


280,000 


2.0 


11 


Mg(l0 4 ) 2 


2.5x10 s 






12 


Ph 3 C - CI0 4 


2.3X10 6 






polymerization condition ; 100ml autoclave, 
catalyst ; (1), cocatalyst ; TIBA(1ml, 1M solution), ethylene ; 5€, 
reaction time ; 1 hour, solvent ; toluene, 
AI/Zr(mol/mol) ; 1600, Mg/Metal(mol/mol) ; 1, 
reaction temperature ; 70°C 



Example 13-15 

[0045] Polymerization is carried out using catalyst ( 1 ) at the same condition and with the same method as in Example 
1 except that the concentration ratio of Mg(CI0 4 ) 2 to Zr is changed from 1 to 1000. The result is shown in Table 3. 



Table 3 



Example 


Mg/Zr 
(mol/mol) 


Activity 
(g-PE/mol-Zr) 


Remarks 


4 


1 


1.7X10 7 


homogeneous 
polymerization 


13 


10 


4.3X10 6 


homogeneous 
polymerization 


14 


100 


4.7 X10 6 


homogeneous 
polymerization 
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Table 3 (continued) 



Example 


Mg/Zr 


Activity 


Remarks 




(mol/mol) 


(g-PE/mol-Zr) 




15 


960 


1.3X10 5 


heterogeneous 








polymerization 


polymerization condition ; 100ml autoclave, 


catalyst ; (1), cocatalyst ; TIBA(1ml, 1M), ethylene ; 5€, 


reaction time ; 1 hour, solvent ; toluene(50ml), 


Al/Zr(mol/mol) ; 1600, 






reaction temperature ; 70°C 





Example 16-17 

[0046] Polymerization is carried out at the same condition and with the same method as in Example 1 except that 
other transition metal complex is used instead of bis(n-butylcyclopentadienyl)zirconium dichloride. The result is shown 
in Table 4. 



20 



25 



30 



35 



40 



45 



50 



55 



Example 



16 



17 



transition metal 
complex 



Table 4 

activity 
(g-PE/mol-Zr) 



(n-BuCp) 2 ZrCI 2 



CGC a 



rac-Et(lnd) 2 ZrCI 2 



1.7X10 7 



1.3X10 7 



1.5X10 7 



Mw 



280,000 



150,600 



116,200 



Mw/Mn 



2.0 



2.1 



2.2 



polymerization condition ; 100ml autoclave, 
cocatalyst ; TIBA(1ml, 1M solution), ethylene ; 5€, 
reaction time ; 1 hour, polymerization temperature ; 70°C 
AI/Zr(mol/mol) ; 1600, Mg/Zr( mol/mol) ; 1, 

a ; (t-butylamido)dimethy!(tetramethylcyclopentadienyl)silanedtanium dichloride 



Example 18-20 

[0047] Polymerization is carried out at the same condition and with the same method as in Example 1 except that 
ethylene and hydrogen are used at the same time. The result is shown in Table 5. 

Table 5 



Example 


H 2 (mol) 


I polymerization 
activity 
(g-PE/mol-Zr) 


Mw 


Mw/Mn 


4 


0 


1.7 x10 7 


281,000 


2.0 


18 


5 


9.8 X10 7 


153,000 


2.1 


19 


10 


1.1 x 10* 


81,000 


2.0 


20 


30 


1.3 x10 7 


28,500 


2.2 


polymerization condition ; 100ml autoclave, 
catalyst ; (1), cocatalyst ; TIBA(lml, 1M solution), 
ethylene ; 5€, reaction time ; 1 hour, 
polymerization temperature ; 70°C 
solvent ; toluene 

AI/Zr(mol/mol) ; 1600, Mg/Zr(mol/mol) ; 1 



Example 21-24 

[0048] Polymerization is carried out using catalyst (1 ) at the same condition and with the same method as in Example 
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1 except that polymerization temperature is changed. The result is shown in Table 6. 



Table 6 



Example 


polymerization 
temperature 
CO 


activity 
(g-PE/mol-Zr) 


Mw 


Mw/Mn 


21 


40 


1.3X10 7 


283,000 


2.2 


4 


70 


1.7X10 7 


280,000 


2.0 


22 


100 


2.3X10 7 


250,000 


2.1 


23 


140 


2.5X10 7 


150,000 


2.0 


24 


160 


4.0X10 5 


110,000 


1.8 


polymerization condition ; 100ml autoclave, 
catalyst ; (1), cocatalyst ; TiBA(1ml, 1M solution), 
ethylene ; 5€, reaction time ; 1 hour, 
solvent ; toluene 

AI/Zr(mol/mo!) ; 1600, Mg/Zr(mol/mol) ; 1, 



Example 25-26 

[0049] Polymerization is carried out using catalyst ( 1 ) at the same condition and with the same method as in Example 
1 except that various solvent is used instead of toluene. The result is shown in Table 7. 



Table 7 



Example 


solvent 


activity 
(g-PE/mol-Zr) 


Mw 


Mw/Mn 


21 


toluene 


1.7X10 7 


283,000 


2.2 


4 


heptane 


1.3X10 7 


240,000 


2.3 


26 


methylene 
dichloride 


2.3X10 7 


180,000 


2.1 


polymerization condition ; 100ml autoclave, 
catalyst ; (1), cocatalyst ; TIBA(1ml, 1M solution), 
ethylene ; 5 e, reaction time ; 1 hour, 
polymerization temperature ; 70°C 
AI/Zr(mol/mol) ; 1600, Mg/Zr(mol/mol) ; 1 



Example 27 

< Preparation of catalyst > 

[0050] 12.1mg(0.03mmol) of bis(n-butylcyclopentadienyl)zirconium dichloride is placed in fully dried Schlenk type 
reactor( 100ml) with magnetic bar under nitrogen atmosphere. To this reactor is added 100m! of toluene solvent dried 
for about 2 hours with distillation apparatus wherein sodium/benzophenone has been added, until bis(n-butylcyclopen- 
tadienyl)zirconium dichloride is completely dissolved. Then, 6.7mg(0.03mmol) of magnesium perchlorate[Mg(CI0 4 ) 2 ] 
is dropped, and the solution thus obtained is stirred for 3 hours at room temperature under nitrogen. Pale yellow ho- 
mogeneous solution of the complex produced by reaction of bis(n-butylcyclopentadienyl)zirconium dichloride and Mg 
(CI0 4 ) 2 , which is completely dissolved in solution, is obtained. 1ml of the solution is added to another Schlenk type 
reactor( 100ml), and diluted for preparing catalyst solution(1). 

< Ethylene-propylene polymerization > 

[0051] 50ml of toluene, 1ml(1mmol) of triisobutylatuminum, and 1ml(0.03xlO* 2 mmol-[Zr]) of said catalyst solution 
(1) are added sequentially to 100ml of high pressure autoclave with magnetic bar therein under nitrogen atmosphere. 
Then, 0.089mol of ethylene and 0.089mol propylene are introduced quantitatively through the gas flow meter, and the 
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mixture is reacted at 70°C. After a predetermined time, non-reacted monomer is removed, methanol is added to stop 
the reaction, then a large amount of methanol is added. After a small amount of hydrochloric acid is added, and the 
mixture is stirred for 6 hours to remove catalyst remnant. The polymer is filtered, dried in vacuum oven at 50°C for 8 
hours to obtain ethylene/propylene copolymer of which activity is 4,500kg-potymer/mol-Zr.hr. This copolymer is ana- 
lysed at 145°C with gel permeation chromatography(GPC, Waters 150CV) using 1,2,4-trichlorobenzene as solvent, 
and molecular weight and distribution of molecular weight of polyethylene is measured(Mn=1 36,000, Mw=462,000, 
Mw/Mn=3.4 on the basis of polystyrene)(see Table 8). 

Comparative example 3 

[0052] Polymerization is carried out at the same condition and with the same method as in Example 27 except that 
46.6mg(0.12mmol) of bis(n-butylcyclopentadienyl)zirconium dichloride and 1m!(1mmol) of triisobutyl aluminum without 
cation activator are used instead of catalyst solution(1). As a result, a very small amount of polymer is obtained. 

Comparative example 4 

[0053] Polymerization is carried out at the same condition and with the same method as in Example 27 except that 
2mg(0.005mmol) of bis(n-butylcyclopentadienyl)zirconium dichloride with 1 ml(3.2mmol) of MAO instead of cation ac- 
tivator is used. As a result, ethylene/propylene copolymer with activity being 1,400 Kg-polymer/mol-Zr.hr is obtained. 

Comparative example 5 

[0054] Polymerization is carried out at the same condition and with the same method as in Example 27 except that 
1 mg(0.0025mmol) of bis(n-butylcyclopentadienyl)zirconium dichloride with 2mg(0.0025mmol) of dimethylanilinium tet- 
rakis(pentaf!uorophenyl)boron instead of cation activator is used. As a result, ethylene/propylene copolymer of which 
activity is 830 Kg-polymer/mol-Zr.hr is obtained. Upon GPC analysis, molecular weight and molecular weight distribu- 
tion is Mw=220,000, Mw/Mn=4.4, respectively. 

Example 28-30 

[0055] Polymerization is carried out at the same condition and with the same method as in Example 27 except that 
(pentamethylcyclopentadienyl)zirconium trichloride(Example 28), ethylene bis(l-indenyl)zirconium dichloride(Example 
29), or dimethylsilyltetramethyl cyclopentadienyl-tert-butylamido titanium dichloride(CGC, Example 30) is used as a 
metallocene catalyst. The result is shown in Table 8a and 8b. 



Table 8a 



Example 


catalyst 


activity 

(kg-polymer/mol-metaL hour) 


concentration of 
propylene 
in polymer 
(mol%) 


27 


(n-BuCp) 2 ZrCI 2 


4,500 


8.0 


28 


Me 5 CpZrCI 3 


130 


1.0 


29 


rac-Et(lnd) 2 ZrC! 2 


2,600 


39.0 


30 


CGC 


490 


49.0 



Table 8b 



Example 


Tm 


AH 


Mw 


Mw/Mn 




(°C) 


(J/g) 






27 


105 


83.7 


462,000 


3.4 


28 


125 


136.5 


716,000 


2.9 


29 


40 


7.7 


91,000 


3.4 
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Table 8b (continued) 



Example 



Tm 

CO 



AH 

(J/g) 



Mw 



Mw/Mn 



30 



No peak 



288,000 



3.3 



polymerization condition ; 100ml autocave, 
polymerization temperature ; 70° C, 
ethylene ; 0.089mol, [CJ/fCJ^, 
cocatalyst ; TIBA(1ml, 1M solution) 
solvent ; 50ml of toluene, Mg/Metal(mol/mol) ; 1 



Example 31-33 



[0056] Polymerization is carried out at the same condition and with the same method as in Example 27 using catalyst 
of Example 27, 29 and 30 except that 1-octene is used as a comonomer instead of propylene. The result is shown in 
Table 9a and 9b. 



Table 9a 



Example 


catalyst 


activity 

(kg-polymer/mol-metal. hour) 


concentration 
of 1-octene 
in polymer 
(mol%) 


31 


(n-BuCp) 2 ZrCI 2 


4,950 


3.6 


32 


rac-Et(lnd) 2 ZrCI 2 


4,830 


21.0 


33 


CGC 


760 


61.0 



Table 9b 



Example 


Tm 


AH 


Mw 


Mw/Mn 


density 




(°C) 


(J/g) 






(g/cm 3 ) 


31 


109 


67.9 


635,000 


4.3 


0.88 


32 


89 


19.6 


75,000 


2.8 


0.86 


33 


No peak 




250,000 


3.2 





polymerization condition ; 100ml autoclave, 
polymerization temperature ; 70°C, 
ethylene ; 0.089mol, [C 2 ]/[C 8 ]=1, 
cocatalyst ; TIBA(1ml, 1M solution) 
solvent ; 50ml of toluene, Mg/Metal(mol/mol) ; 1 



Comparative example 6 



[0057] Polymerization is carried out at the same condition and with the same method as in Example 27 except that 
1 mg(0.0025mmol) of bis(n-butyIcyclopentadienyl)zirconium dichloride with 1 ml(3.2mmol) of MAO instead of said cation 
activator is used. As a result, ethylene/octene copolymer of with activity being 1,140 Kg-polymer/mol-Zr.hr is obtained. 



Comparative example 7 



[0058] Polymerization is carried out at the same condition and with the same method as in Example 27 except that 
1 mg(0.0025mmol) of bis(n-butylcyclopentadienyl)zirconium dichloride with 2mg(0.0025mmol) of dimethylanilinium tet- 
rakis(pentafluorophenyl)boron instead of said cation activator is used. As a result, ethylene/octene copolymer with 
activity being 1,160 Kg-polymer/mol-Zr.hr is obtained. Upon GPC analysis, molecular weight and molecular weight 
distribution is Mw=382,000, Mw/Mn=3.4, respectively. 
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Example 34-36 

[0059] Polymerization is carried out using ethylene bis(l-indenyl)zirconium dichloride used in Example 29 at the same 
condition and with the same method as in Example 27 except that polymerization temperature is changed. The result 
is shown in Table 10a and 10b. 



Table 10a 



Example 


polymerization 
temperature 


activity 
(kg-polymer/mol-metal. 
hour) 


concentration 
of propylene 
in polymer 
(mol%) 


29 


70 


2,600 


39 


34 


107 


21,500 




35 


160 


78,100 




36 


180 


85,400 


26 



Table 10b 



Example 


T m 
(°C) 


AH 

(J/g) 


Mw 


Mw/Mn 


29 


40.0 


7.7 


91,000 


3.4 


34 


104.7 


12.7 


83,000 


3.1 


35 


111.0 


20.6 


53,000 


3.2 


36 


114.3 


19.6 


51,000 


3.6 


polymerization condition ; 100ml autoclave, 
ethylene ; 0.089mol, [C 2 ]/[C 8 ]=1, solvent ; 50ml of toluene, 
cocatalyst ; TIBA(1ml, 1M solution), 
Mg/Metal(mol/mol) ; 1 



Claims 

1. A catalyst system for olefin polymerization and copolymerization comprising (A) at least one metallocene com- 
pound derived from a transition metal, (B) at least one cation activator as cocatalyst, and (C) at least one alkylating 
agent, 

wherein said metallocene compound (A) is dialkyl metallocene represented by the formula (ia) below 

(CpRn)(CpR'm)MQp (la) 

where 

Cp is a cyclopentadienyl, indenyl or fluorenyl, 

Rn and R' m are independently alkyl, phosphine, amine, alkyl ether, or allyl ether groups, 
M is a transition metal from Group IVB or VB of the Periodic Table of Elements, 
Q is alkyl, allyl, allyl alkyl, amide, alkoxy, halogen, sulphide, phosphide, 
n, m and p are 0 < n < 5, 0 < m < 5 and 1 < p < 4, respectively, 

bridged metallocene represented by the formula (lb) below 

R^CpRnMCpR'mJMQp (lb) 
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where 

Cp, Rn, R' m, M and Q have the same meaning as defined in formula (la), 

R" is a covalent bridging group selected from dialkyl, alkylaryl or diaryl silicon, or hydrocarbyl radical, 
n ? m and p are respectively 0<n<4, 0<m<4 and 1 < p < 4, 

or monocyclopentadienyl IVB transition metal catalyst represented by the formula (Ic) below 



Ty 




(Ic) 



where 



M is zirconium, Hafnium or titanium haying the largest oxidation number (+4, d° complex), 
(C 5 H 5 . y . x R x ) is a cyclopentadienyrcompound, herein X is 0, 1 , 2, 3, 4 or 5 denoting the number of substituents, 
R is C r C 20 hydrocarbyl radical whose hydrogen can be substituted with halogen, amino, phosphido, alkoxy 
radical, Lewis' acid group or radical having basic functional group, 

(JR'z^.y) is a hetero atom ligand, herein J is a compound from Group VA whose coordination number is 3 or 
a compound from Group VIA whose coordination number is 2, R' is C r C 20 hydrocarbyl radical whose hydrogen 
can be substituted with halogen, amino, phosphido, alkoxy radical, Lewis' acid group or radical having basic 
functional group; z is coordination number of J, and y is 0 or 1, 

Q is halogen, hydride, unsubstituted or substituted C r C 20 hydrocarbyl, alkoxide, allyl oxide, amide, allyl amide, 
phosphide, allyl phosphide, T is a covalent bridging group selected from dialkyl, alkylaryl or diaryl silicon, and 
y is 1; 

said cation activator (B) is represented by the formula (II) below 



M" (X^Zg (II) 

where 

n = 1 , 2, 3 or 4, and g is an integer such that 0 < g < n, 

M is a metal selected from the group consisting of Li, Na, Ca, Mg and Ag, or an organic compound containing 
either C or N, 

X is an anion cluster comprising more than three elements, wherein at least one element is O and further 
element is selected from the group consisting of F, CI, Br and I, 
Z is H-, or F, CI, Br or I; and 

said alkylating agent (C) is an organometaltic compound having hydrocarbyl group such as C 1 -C 20 alkyl, 
alkenyl, arylalkyl or allylalkyl, where said metal is selected from IA, IIA, MB, MIA Groups of the Periodic Table of 
Elements. 

The catalyst system according to claim 1 , wherein said cation activator (B) reacts with said metallocene transition 
metal complex (A) to form cation of said metallocene transition metal by X" anion having very weak coordination 
bonding force whereby to induces olefin polymerization activity. 

The catalyst system according to claim 1, wherein said cation activator (B) is selected from LiCI0 4 , NaCI0 4 , Ca 
(CI0 4 ) 2 , Mg(Cl0 4 ) 2 or AgCIQ 4 . 
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4. The catalyst system according to claim 1 , wherein said cation activator (B) is selected from NH 4 • CI0 4 , Ph 3 C • 
CI0 4 , CI 3 C - CI0 4 , NF 4 • CI0 4 , NBu 4 • CI0 4 . 

5. The catalyst system according to claim 1 , wherein said alkylating agent (C) is alkyl aluminum, alkyl magnesium 
or alkyl zinc. 

6. The catalyst system according to claim 5, wherein said alkylating agent (C) is selected from alkyl aluminum, alkyl 
magnesium or alkyl zinc such as trimethyl aluminum, triethyl aluminum, triisobutyl aluminum, diethyl aluminum 
chloride, ethyl aluminum sesquichloride, butyl octyl magnesium, butyl ethyl magnesium, dihexyl magnesium or 
diethyl zinc. 

7. The catalyst system according to claim 1, wherein the molar ratio of (A) to (B) is 1:0.0 1-100, and (A) to (C) is 1: 
1- 10,000. 

8. The catalyst system according to claim 1, wherein the molar ratio of (A) to (B) is 1:0.01 ~- 10, and (A) to (C) is 1: 
100 ~ 2,000. 

9. The catalyst system according to claim 7, wherein the molar ratio of (A) to (B) is 1 : 1 , and (A) to (C) is 1: 100 ~ 2,000. 

1 0. A process for preparing olefin homopolymers using the catalyst system according to any one of claims 1 to 9. 

11. The process according to claim 10, wherein said olefin is ethylene. 

12. The process according to claim 10, wherein said polymers are prepared by solution phase polymerization, high 
temperature-high pressure polymerization, slurry phase polymerization or gas phase polymerization. 

13. A process for preparing copolymer of ethylene and ot-olefin using the catalyst system according to any one of 
claims 1 to 9. 

14. The process according to claim 13, wherein said a-olefin is the one substituted with straight or branched C 3 -C 20 
monoolefin or aromatic groups, or straight or branched C 4 -C 20 diene. 

15. The process according to claim 14, wherein said a-olefin is propylene, butene-1, hexene-1, octene-1, nonene-1, 
decene-1, dodecene-1, hexadecene-1, icosene-1 orstyrene. 

16. The process according to claim 14, wherein said diene is 1,3-butadiene, 1,4-hexadiene, 1,5-hexadiene, 1,6-hep- 
tadiene, 1 ,7-octadiene, 1,8-nonadiene, 1,9-decadiene, 2-methyM ,4-pentadiene, 2,5-dimethyl-1,5-hexadiene, 
1,4-dimethyl-4-t-butyl-2,6-heptadiene, or 1,5,9-decatriene 

17. The process according to any one of claims 13 to 16, wherein said polymers are prepared by solution phase 
polymerization, high temperature-high pressure polymerization, slurry phase polymerization or gas phase polym- 
erization carried out at temperature of -40 - 220°C, under pressure of 1 ~ 3,000atm. 



Patentanspruche 

1. Katalysatorsystem fur Olefinpolymerisation und Copolymerisation, umfassend (A) wenigstens eine Metallocen- 
verbindung, die von einem Ubergangsmetall abstammt, (B) wenigstens einen Kationenaktivator als Cokatalysator 
und (C) wenigstens ein Alkylierungsmittel, 

wobei die genannte Metallocenverbindung (A) Dialkylmetallocen ist, das durch die folgende Formel (la) re- 
prasentiert wird 

(CpRn) (CpR'mJMQp (la) 

wobei 

Cp ein Cyclopentadienyl, Indenyl oder Fluorenyl ist, Rn und R'm unabhangig Alkyl, Phosphin, Amin, Alkylether 
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Oder Allyiethergruppen sind, 

M ein Ubergangsmetall der Gruppe IVB Oder VB der Tabelle des Periodensystems der Elemente ist, 
Q Afkyl, AHyl, Allylalkyl, Amid, Alkoxy, Halogen, Sulfid, Phosphid ist, 
n, m und p jeweils 0<n<5, 0<m<5 und 1 < p < 4 sind, 

uberbrucktes Metallocen, das durch die folgende Formel (lb) reprasentiert wird 

R rt (CpRn)(CpR , m)MQp . (lb) 



wobei 



Cp, Rn, R'm, M und Q die gleiche Bedeutung wie in Formel (la) haben, 

R" eine koyalente bruckenbildende Gruppe ist, die ausgewahlt ist aus Dialkyl, Alkylaryl oder Diarylsilicium 
oder Hydrocarbylradikal, 

n, m und p jeweils 0<n<4, 0<m<4 und 1 < p < 4 sind, 

oder ein Monocyclopentadienyl-IVB-Ubergangsmetallkatalysator, der durch die folgende Formel (Ic) repra- 
sentiert wird 



,(CsH5-y-xRx> 



Ty M 

(JR <"> 



wobei 

M Zirconium, Hafnium oder Titan mit der hochsten Oxydationszahl (+4, d° Komplex) ist, 

(C 5 H 5 . y . x R z ) eine Cyclopentadienylverbindung ist, wobei X 0, 1, 2, 3, 4 oder 5 ist und die Anzahl von Substi- 

tuenten bedeutet, R C v C 2 <q ein Hydrocarbylradikal ist, dessen Wasserstoff durch Halogen, Amino, Phospido, 

Alkoxyradikal, eine Lewis-Sauregruppe oder ein Radikal mit basischer funktioneller Gruppe substituiert sein 

kann, 

(JR'z-i-y) e ' n Heteroatomligand ist, wobei J hierin eine Verbindung der Gruppe VA ist, deren Koordinationszahl 
3 ist, oder eine Verbindung der Gruppe VIA, deren Koordinationszahl 2 ist, R'C 1 -C 20 Hydrocarbylradikal ist, 
dessen Wasserstoff durch Halogen, Amino, Phosphido, Alkoxyradikal, eine Lewis-Sauregruppe oder ein Ra- 
dikal mit basischer funktioneller Gruppe substituiert sein kann; z die Koordinationszahl von J ist und y 0 oder 
1 ist, 

Q Halogen, Hydrid, nichtsubstituiertes oder substituiertes C r C 20 Hydrocarbyl, Alkoxid, Allyloxid, Amid, Allyl- 
amid, Phosphid, Allylphosphid ist, 

T eine kovalente bruckenbildende Gruppe ist, die ausgewahlt ist aus Dialkyl, Alkylaryl oder Diarylsilicium, und 
y 1 ist; 

wobei der genannte Kationenaktivator (B) durch die folgende Formel (II) reprasentiert wird 

M n+ (X') n ^Z g (II) 

wobei 

n = 1 , 2, 3 oder 4 und g eine ganze Zahl wie z.B. 0 < g < n ist, 

M ein Metall ist, das ausgewahlt ist aus der Gruppe bestehend aus Li, Na, Ca, Mg und Ag, oder eine organische 
Verbindung, die entweder C oder N enthalt, 
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X ein Anionen-Cluster ist, das mehr als drei Elemente umfasst, wobei wenigstens ein Element O ist und weitere 
Elemente ausgewahlt sind aus der Gruppe bestehend aus F, CI, Br und I, 
Z H- oder F, CI, Br oder I ist; und 

5 das genannte Alkylierungsmittel (C) eine metallorganlsche Verbindung ist, die eine Hydrocarbylgruppe wie 

C 1 -C 20 Alkyl, Alkenyl, Arylalkyl oder Allylalkyl hat, wobei das genannte Metall ausgewahlt ist aus IA, IIA, IIB, IIIA 
Gruppen der Tabelle des Periodensystems der Elemente. 

2. Katalysatorsystem nach Anspruch 1, wobei der genannte Kationenaktivator (B) mit dem genannten Metallocen- 
10 Ubergangsmetallkomplex (A) reagiert, urn ein Kation des genannten Metallocen-Obergangsrnetalls zu bilden, in- 

dem das X- Anion eine sehr schwache Koordinationsbindekraft besitzt, urn Olefinpolymerisationsaktivitat hervor- 
zurufen. 

3. Katalysatorsystem nach Anspruch 1 , wobei der genannte Kationenaktivator (B) ausgewahlt ist aus LiCI0 4 , NaCI0 4 , 
15 Ca(CI0 4 ) 2 , Mg(CI0 4 ) 2 oder AgCI0 4 . 

4. Katalysatorsystem nach Anspruch 1, wobei der genannte Kationenaktivator (B) ausgewahlt ist aus NH 4 • CI0 4 , 
Ph 3 C • CI0 4 , CI3C ■ Cl0 4 , NF 4 • CI0 4 , NBu 4 • CI0 4 . 

20 5. Katalysatorsystem nach Anspruch 1 , wobei das genannte Alkylierungsmittel (C) Alkylaluminium, Alkylmagnesium 
oder Alkylzink ist. 

6. Katalysatorsystem nach Anspruch 5, wobei das genannte Alkylierungsmittel (C) ausgewahlt ist aus Alkylalumini- 
um, Alkylmagnesium oder Alkylzink wie Trimethylaluminium, Triethylaluminium, Triisobutylaluminium, Diethylalu- 

25 miniumchlorid, Ethylaluminiumsesquichlorid, Butyloctylmagnesium, Butylethylmagnesium, Dihexylmagnesium 

oder Diethylzink. 

7. Katalysatorsystem nach Anspruch 1, wobei das Molverhaltnis von (A) zu (B) 1:0,01 - 100 und von (A) zu (C) 1:1 
- 10.000 betragt. 

30 

8. Katalysatorsystem nach Anspruch 1, wobei das Molverhaltnis von (A) zu (B) 1:0,01 - 10 und von (A) zu (C) 1:100 
- 2.000 betragt. 

9. Katalysatorsystem nach Anspruch 7, wobei das Molverhaltnis von (A) zu (B) 1:1 und von (A) zu (C) 1:100 - 2000 
35 betragt. 

10. Verfahren zur Herstellung von Olefinhomopoiymeren unter Verwendung des Katalysatorsystems nach einem der 
Anspruche 1 bis 9. 

40 11. Verfahren nach Anspruch 10, wobei das genannte Olefin Ethylen ist. 

12. Verfahren nach Anspruch 10, wobei die genannten Polymere durch Losungsphasenpolymerisation, Hochtempe- 
ratur-Hochdruck-Polymerisation, Schlammphasenpolymerisation oder Gasphasenpolymerisation hergestellt wer- 
den. 

45 

13. Verfahren zur Herstellung von Copolymer von Ethylen und a-Olefin unter Verwendung des Katalysatorsystems 
nach einem der Anspruche 1 bis 9. 

14. Verfahren nach Anspruch 13, wobei das genannte a-Olefin eines ist, das durch gerades oder verzweigtes C 3 -C 2 o 
50 Monoolefin oder aromatische Gruppen oder geradem oder verzweigtem C 4 -C 20 Dien substituiert ist. 

1 5. Verfahren nach Anspruch 14, wobei das genannte a-Olefin Propylen, Buten-1 , Hexen-1 , Octen-1 , Nonen-1 , Decen- 
1, Dodecen-1, Hexadecen-1, lcosen-1 oder Styrol ist. 

55 1 6. Verfahren nach Anspruch 14, wobei das genannte Dien 1 ,3-Butadien, 1 ,4-Hexadien, 1 ,5-Hexadien, 1 ,6-Heptadien, 
1,7-Octadien, 1,8-Nonadien, 1 ,9-Decadien, 2-Methyl-1,4-pentadien, 2,5-Dimethyl-1,5-hexadien, 1,4-Dimethyi- 
4-tbutyl-2,6-heptadien oder 1 ,5,9-Decatrien ist. 
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17. Verfahren nach einem der Anspruche 13 bis 16, wobei die genannten Polymere durch Losungsphasenpolymeri- 
sation, Hochtemperatur-Hochdruck-Polymerisation, Schlammphasenpolymerisation oder Gasphasenpolymerisa- 
tion bei einer Temperatur von -40 - 220°C unter einern Druck yon 1 - 3000 atm hergestellt werden. 



Revendications 

1. Systeme catalyseur de polymerisation et de copolymerisation d'olefines comprenant (A) au moins un compose de 
metallocene derive d'un metal de transition, (B) au moins un activateur cationique en tant que cocatalyseur, et (C) 
au moins un agent alkylant, 

dans lequel ledit compose de metallocene (A) est du dialkyl-metallocene represents par la formule (la) ci- 
dessous 



(CpRn)(CpR , m)MQp (la) 

ou 

Cp est un cyclopentadienyle, un indenyle ou un fluorenyle, 

Rn et R' m sont independamment des groupes alkyle, phosphine, amine, alkyl-ether ou allyl-ether, 
M est un metal de transition du groupe IVB ou VB du tableau periodique des elements, 
Q est un alkyle, un allyle, un allyl-alkyle, un amide, un alcoxy, un halogene, un sulfure, un phosphure, 
n, m et p sont 0 <n <5, 0 <m <5 et 1 <p <4, respectivement, 

du metallocene ponte represents par la formule (lb) ci-dessous 



R" (CpRn)(CpR f m)MQp (lb) 

ou 

Cp, Rn, R' m, M et Q ont la meme signification qu'il est deflni dans la formule (la) 

R" est un groupe de pontage covalent selectionne parmi le dialkyle, I'alkyl-aryle ou le diaryl-silicium ou un 
radical hydrocarbyle, 

n, m et p sont respectivement 0 <n <4, 0 <m <4 et 1 <p <4, 
ou un catalyseur a metal de transition IVB monocyclopentadienyle represents par la formule (Ic) ci-dessous 

(C5H5-y-xRx) 

/\ /0 
Ty MCT 

\ / ^° 

(JRz-1-y) 

(Ic) 

OU 

M est un zirconium, un hafnium ou un titane ayant le plus grand numero d'oxydation (+4, d° complexe), 
(C 5 H 5 _ y . x R x ) est un compose de cyclopentadienyle, ou X est 0, 1 , 2, 3, 4 ou 5 denotant le nombre de substi- 
tuants, R est un radical hydrocarbyle C^C 20 dont I'hydrogene peut etre substitue par un halogene, un amino, 
un phosphido, un radical alcoxy, un groupe d'acide de Lewis ou un radical ayant un groupe fonctionnel basique, 
(JR' z .i. y ) est un heteroatome ligand, ou J est un compose du groupe VA dont Tindice de coordination est 3, 
ou un compose du groupe VIA dont I'indice de coordination est 2, R' est un radical hydrocarbyle C r C 20 dont 
I'hydrogene peut etre substitue par un halogene, un amino, un phosphido, un radical alcoxy, un groupe d'acide 
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de Lewis ou un radical ayant un groupe fonctionnel basique; z est I'indice de coordination de J, et y est 0 ou 1 , 
Q est un halogene, un hydrure, un hydrocarbyie C r C 20 non substitue ou substitue, un alcoxyde, un oxyde 
d'allyle, un amide, un allyl-amide, un phosphure, un phosphure d'allyle, T est un groupe de pontage covalent 
selectionne parmi le dialkyle, I'alkyl-aryle ou le diaryl-silicium, et y est 1; 

ledit activateur cationique (B) est represents par la formule (II) ci-dessous 

M n+ (X-) n _ g Z g (||) 

ou 

n = 1 , 2, 3 ou 4, et g est un entier tel que 0 <g <n, 

M est un metal selectionne du groupe consistant en Li, Na, Ca, Mg et Ag, ou un compose organique contenant 
soit C soit N, 

X est une grappe d'ions comprenant plus de trois elements, dans lequel un element au moins est O et un 
autre element est selectionne du groupe consistant en F, CI, Br et I, 
Z est H-, ou F, CI, Br ou I; et 

ledit agent alkylant (C) est un compose organometallique ayant un groupe hydrocarbyie tel que alkyle C r C 20 , 
alcenyle, aryl-alkyie ou allyl-alkyle, ou ledit metal est selectionne des groupes IA f IIA, MB, MIA du tableau periodique 
des elements. 

2. Le systeme catalyseur de la revendication 1, dans lequel ledit activateur cationique (B) reagit avec ledit complexe 
de metal de transition de metallocene (A) pour former un cation dudit metal de transition de metallocene, par 
I'anion X ayant une force de liaison de coordination tres faible, ce par quoi induire I'activite de polymerisation 
d'olefines. 

3. Le systeme catalyseur selon la revendication 1, dans lequel ledit activateur cationique (B) est selectionne parmi 
LiCI0 4 , NaCI0 4 , Ca(CI0 4 ) 2 , Mg(CI0 4 ) 2 ou AgCI0 4 . 

4. Le systeme catalyseur selon la revendication 1 , dans lequel ledit activateur cationique (B) est selectionne de NH 4 
• CI0 4 , Ph 3 C • CI0 4 , CI 3 C • CI0 4 , NF 4 • CI0 4 , NBu 4 • CI0 4 . 

5. Le systeme catalyseur selon la revendication 1, dans lequel ledit agent alkylant (C) est de Palkyl-aluminium, de 
I'alkyl-magnesium ou de I'alkyl-zinc. 

6. Le systeme catalyseur selon la revendication 5, dans lequel ledit agent alkylant (C) est selectionne parmi I'alkyl- 
aluminium, I'alkyl-magnesium ou I'alkyl-zinc, tel que du trimethyl-aluminium, du triethyl-aluminium, du triisobutyl- 
aluminium, du chlorure de diethyl-aluminium, du sesquichlorure d'ethyl-aluminium, du butyl-octyl-magnesium, du 
butyl-ethyl-magnesium, du dihexyl-magnesium ou du diethyl-zinc. 

7. Le systeme catalyseur selon la revendication 1, dans lequel le rapport molaire de (A) a (B) est de 1:0,01 ~~ 100, 
et de (A) a (C) est de 1:1- 10.000. 

8. Le systeme catalyseur selon la revendication 1, dans lequel le rapport molaire de (A) a (B) est de 1:0,01 ~ 10, et 
de (A) a (C) est de 1:100 ~ 2.000. 

9. Le systeme catalyseur selon la revendication 7, dans lequel le rapport molaire de (A) a (B) est de 1:1, et de (A) a 
(C)estde 1:100-2.000. 

10. Procede pour preparer des homopolymeres olefiniques en utilisant un systeme catalyseur selon Tune quelconque 
des revendications 1 a 9. 

11. Le procede selon la revendication 10, dans lequel ladite oleflne est de Tethylene. 

12. Le procede selon la revendication 10, dans lequel lesdits polymeres sont prepares par polymerisation a phase en 
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solution, par polymerisation a haute temperature-haute pression, par polymerisation a phase en bouillie ou par 
polymerisation en phase gazeuse. 

13. Procede pour preparer un copolymere d'ethylene et une a-olefine en utilisant le systeme catalyseur selon Tune 
quelconque des revendications 1 a 9. 

14. Le procede selon la revendication 13, dans lequel ladite a-olefine est celle substitute par une monoolefme C 3 -C 20 
droite ou ramifiee ou des groupes aromatiques, ou un diene C 4 -C 20 droit ou ramifiee. 

15. Le procede selon la revendication 14, dans lequel ladite a-olefine est du propylene, du butene-1, de Thexene-1, 
de l'octene-1, du nonene-1, du decene-1, du dodecene-1, de l'hexadecene-1, de l'isocene-1 ou du styrene. 

16. Le procede selon la revendication 14, dans lequel ledit diene est du 1 ,3-butadiene, du 1 ,4-hexadiene, du 1 ,5-hexa- 
diene, du 1,6-heptadiene, du 1,7-octadiene, du 1,8-nonadiene, du 1,9-decadiene, du 2-methyl-1,4-pentadiene, du 
2,5-dimethyl-1,5-hexadiene, du 1,4-dimethyl-4-t-butyl-2,6-heptadiene ou du 1,5,9-decatriene. 

17. Le procede selon Tune quelconque des revendications 13 a 16, dans lequel lesdits polymeres sont prepares par 
polymerisation a phase en solution, par polymerisation a haute temperature-haute pression, par polymerisation a 
phase en bouillie ou par polymerisation en phase gazeuse, effectuee a une temperature de -40 ~ 220°C, sous 
une pression de 1 - 3.000 atm. 
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